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HIGH COMPLIANCE, HIGH STRENGTH CATHETER BALLOONS 
USEFUL FOR TREATMENT OF GASTROINTESTINAL LESIONS 

Cross reference to related application 

5 This application is a continuation-in-part of copending US application 

Serial No. 08/392,837, filed 2 March 1995, which is a continuation-in-part of Ser. No. 
08/204,554, filed March 2, 1994, now abandoned. 

Background of the Invention 

10 Balloons mounted on the distal ends of catlieters are widely used in 

medical treatment. The balloon may be used to widen a vessel into which the catheter is 
inserted or to force open a blocked vessel. The requirements for strength and size of the 
balloons vary widely depending on the balloon's intended use and the vessel size into 
which the catheter is inserted. 

15 Perhaps the most demanding applications for such balloons are in balloon 

angioplasty in which catheters are inserted for long distances into extremely small 
vessels and used to open stenoses of blood vessels by balloon inflation. These 
applications require extremely thin walled, high strength, relatively inelastic balloons of 
predictable inflation properties. Thin walls are necessary because the balloon's wall and 

20 waist thicknesses limit the minimum diameter of the distal end of the catheter and 
therefore determine the limits on vessel size treatable by the method and the ease of 
passage of the catheter through the vascular system. High strengtii is necessary because 
when the balloon is used to push open a stenosis, the thin wall must not burst under the 
high internal pressures necessary to accomplish this task. The balloon must have some 

25 elasticity so that the inflated diameter can be controlled, enabling the surgeon to vary the 
balloon's diameter as required to treat individual lesions, but that elasticity must be 
relatively low so that the diameter is easily controllable. Small variations in pressure 
must not cause wide variation in diameter. Such angioplasty balloons have nominal 
diameters in the range of from about 1.25-4.5 mm. 

30 Outside the field of angioplasty, however, relatively high compliant, high 

strength matierials are desirable for some balloons used on esophageal, pyloric, colonic 
and anastomotic catheters and scopes. 
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Major advances in the ability to access remote areas within the 
gastrointestinal tract have allowed endoscopists to reach obstructive lesions previously 
accessible only via open surgical techniques. There are three primary approaches 
available to tlie clinician for endoscopic treatment of gastrointestinal strictures: 1) 
5 Mercury bougie dilatation; 2) Over-the-wire passage of tapered dilators; and 3) Balloon 
dilation. 

Of the three, balloon dilatation is the most recently developed modality. 
Clinical research studies have been conducted to compare the efficacy of the technique to 
earlier approaches. For example, in one study evaluating Savary-Guillard® Dilators 

10 versus balloon dilators for dilatation of benign esophageal strictures, both methods 

achieved effective dilatation. However, during the 24 month follow-up, 88% of patients 
treated with Savary dilators required redilations vs 54% of patients in the balloon group. 
As a result, the researchers concluded that, over the long term, the balloon may provide 
superior efficacy. Additional studies have clearly documented the convenience, 

1 5 effectiveness and safety of balloon dilatation of strictures. 

An important advantage of balloon dilatation over the alternative 
techniques is that it enables the clinician to dilate remote strictures throughout the GI 
tract. 

An example is the treatment of esophagal achalasia. The esophagus, a 
20 hollow, muscular organ that originates at the pharynx and terminates at the stomach, 
functions to transport food and fluids from the pharynx to the stomach via a complex, 
neuromuscular response to the act of swallowing. Specifically, the passage of food or 
fluid from the pharynx into the esophagus stimulates the peristaltic contractions designed 
to propel the contents forward through the esophagus. Concurrently, the lower 
25 esophageal sphincter (LES) at the gastroesophagal junction relaxes allowing the passage 
of esophagal contents into the stomach. Reflux of stomach contents back into the 
esophagus is prevented by closure of the LES. Achalasia is a disorder of unknown 
etiology that disrupts the normal esophageal function (3,4). In this disorder, two deficits 
are present. First, the normal esophagal peristaltic wave is absent. Second, the lower 
30 esophageal sphincter does not relax. The result is esophageal dilatation and severe, 

progressive dysphagia. Treatment for achalasia is aimed at reduction of LES pressure. 
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This is accomplished nonsurgically via forceful balloon dilatation of the sphincter. 

Biliary dilatation may also be performed by such balloon catheter 
dilatation. Biliary strictures may result from variety of processes including postoperative 
scarring, inflammation, or malignancy. Endoscopic balloon dilatation of these lesions 
5 has been shown to be an effective treatment approach. 

There therefore is a need for effective devices which permit endoscopic 
dilatation of lesions throughout tlie alimentary tract. It is important that the catheters 
offer first-use effectiveness in an advanced design to permit rapid inflation, deflation and 
easy scope passage. The balloons for such devices desirably would have a long dilation 

10 length, high operating pressure, typically greater than 50 psi (3 atm, 344.7 kPa) and 

desirably up to 146 psi, (10 atm, 1013 kPa), low withdrawal force and high compliance. 
For instance, a compliance change is desirable which would allow a balloon having a 
1 .25-3.0 nun nominal diameter at 3 atm to grow in a generally linear manner at least 0.25 
mm, preferably about 0.5 mm, or more as pressure is increased from 3 to 12 atm. For 

15 balloons about 3.25- 6.0 mm nominal diameter, a growth of at least 1 .0 mm over the 
same range would be desirable. For balloons in the range of about 6-12 mm nominal 
diameter, a growth of at least 2.0 mm over a 3-10 atm pressure range would be desirable. 
For even larger diameter balloons, for instance balloons having 3 atm diameters of 12-30 
mm, a compliance curve which provides growth of about 3 mm or more, preferably about 

20 4.0 mm or more, over the range of 3 to 9 atm is desirable. 

In US 5,348,538, incorporated herein by reference, there is described a 
single layer angioplasty balloon made of a material such as PET which follows a stepped 
compliance curve. The stepped compliance cxirves of these balloons have a low pressure 
segment following a first generally linear profile, a transition region, typically in the 8-14 

25 atm range, during which the balloon rapidly expands yielding inelastically, and a higher 
pressure region in which the balloon expands along a generally linear, low compliance 
curve. The stepped compliance curve allows a physician to dilate different sized lesions 
without using multiple balloon catheters. 

A polyethylene ionomer ballopn with a stepped compliance curve is 

30 disclosed in EP 540 858. 

In copending US application Serial No. 08/392,837, filed 2 March 1995, 
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entitled Block Copolymer Elastomer Catheter Balloons, incorporated herein by reference, 
which corresponds to WO 95/23619, there are described balloons, useful on angioplasty 
catheters and similar medical devices, which are made from certain block copolymer 
materials wliich provide an unusual combination of compliance, softness and strength 
5 properties. 

Block copolymer balloons for balloon catheters, prepared using a 
particular heat set technique to stabilize the balloon dimensions, are also described in US 
5,500,180. 



1 0 Summary of the Invention 

The invention provides balloons having the desired properties just 
described. In one aspect, the invention is a method for forming a balloon for a medical 
device in which a tubing of a thermoplastic polymer material is radially expanded under 
a first elevated pressure at a first elevated temperature to form the balloon at a first 

1 5 diameter, the thermoplastic polymer material being a block copolymer material and the 
method including the fiirtlier step of annealing the balloon at a second elevated 
temperature less than or equal to the first temperature and a second pressure less than the 
first elevated pressure for a time sufficient to shrink the formed balloon to a second 
diameter less than the first diameter. Suitably the second temperature is in the range of 

20 70-1 00 ""C, the second pressure is no more than about 50 psi, and the time of annealing is 
sufficient to shrink the balloon so that its diameter at 3 atm pressure is about 90% or less, 
preferably about 85 % or less, of the 3 atm diameter of a correspondingly prepared 
balloon prepared without said shrinking step. 

In some embodiments to improve balloon-to-balloon reproducibility of 

25 the process, the balloon may be shrunk at a very low inflation pressure (typically 0-10 

psi) to a nominal diameter below that desired in the final balloon, and then pressurized at 
a pressure between the shrink pressure and 50 psi, at a temperature within the same range 
within a mold or cylinder which is sized to provide the desired nominal diameter, still 
below the diameter at which the balloon was initially blown, and suitably 90% or less of 

30 the initial blow diameter. 

The shrinking process used in the invention is quite different from the 
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heat set technique used in US 5,500,1 80, in that the process of US 5,500.1 80, after 
formation of the balloon heats the balloon under pressure of 100-500 psi to a temperature 
above the blowing temperature specifically for the purpose of stabilizing the balloon 
against shrinkage upon cooling. The present invention is directed to exploitation of 
5 shrinkage behavior in order to increase the compliance of the resulting balloon. 

Balloons made of multiple layers of thermoplastic material, such as 
coextruded balloons of the types described in US 5,195,969, US 5,270,086, and US 
5,478,320, or separately blown dual layer balloons of the types described in US 
5,5 12,05 1 , WO 96/0495 1 and in copending application 08/6 1 1 ,644, filed 6 March 1 996, 
10 all incorporated herein by reference, may also be employed in the present invention by 
shrinking the so-formed balloon in accordance with the present invention after it has 
been formed. 

As further aspects of the invention, there are described herein balloons 
particularly suited to dilation of GI lesions of various types which are characterized by 
15 unique combinations of balloon diameter, high burst strength and high compliance 
characteristics. 

The high strength, high compliance balloons of the invention also provide 
excellent rewrap characteristics, in comparison to high strength balloons formed by other 
processes. Consequently, after treatment of a lesion and deflation of the balloon, the 
20 force required to withdraw the balloon catheter from the body is low, especially for 
catheters designed to pass through endoscopes (TTS). 

Brief Description of the Drawings 
Fig. 1 is a schematic side view of a through-the scope dilatation catheter 
25 of the invention. 

Fig. 2 is a schematic side view of a dual lumen over-the wire dilatation 
catheter of the invention. 

Fig. 3 is a plot showing compliance curves of balloons prepared in 
Examples 3 and 4. 

30 Fig 4. is a plot showing compliance curves of balloons prepared in 

Example 5. 
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Fig 5. is a plot showing compliance curves of balloons prepared in 

Example 6. 

Detailed Description of the Invention 

5 Typically, balloon dilatation catheters for gastrointestinal applications are 

available in two design options: 1) through-the scope (TTS); and 2) over-the-wire 
(OTW). Each design offers particular advantages in specific clinical situations- 
Referring to Fig. 1, a TTS balloon dilatation catheter 10 is shown. 
Catheter 1 0 comprises a shaft 12, a balloon 14 near the distal end thereof and an inflation 

10 apparatus 1 6 at the proximal end thereof Shaft 12 has a strong flexible kink-resistant 
construction and includes a longitudinal lumen extending therethrough by means of 
which the balloon 14 may be inflated by the inflation apparatus 16. Catheter 10 is 
designed for direct passage through the working channel of the endoscope to the site of 
an obstructive lesion. Because TTS catheters are not passed over a guidewire, the design 

15 includes a mechanism for stiffening the shaft enough to allow advancement through the 
narrow scope channel to the lesion. To achieve this result, TTS catlieters suitably 
incorporate a stiffening stylet 1 8 within the shaft. This stylet extends from the proximal 
end of the shaft through the length of the balloon and provides the stiffness required to 
facilitate passage through an endoscope and enliancc appropriate positioning within the 

20 lesion. 

TTS balloon dilatation catheters are useful when an endoscopist prefers to 
dilate under direct visualization. With the endoscope placed immediately proximal to the 
lesion, catheter advancement and balloon inflation can be directly monitored. Scope 
placement immediately proximal to the balloon also assists in maintaining proper balloon 
25 position during inflation. For example, during dilatation of pyloric structures, the 

balloon has a tendency to slip proximally or distally during inflation. By positioning the 
scope at the proximal end of the balloon, the endoscopist is able to mechanically block 
any backward movement during inflation thereby facilitating efficient, effective 
dilatation. 

30 Fig. 2 illustrates the construction of an OTW balloon dilation catheter 30. 

Catheter 30 includes a shaft 32 which has a strong flexible kink-resistant construction 
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and incorporates a double-lumen design. This design provides a lumen for guidewire 
passage and a lumen for balloon inflation. At the proximal end of catheter 30 the lumens 
of shaft 32 divide into separate portions 34, 36 v^hich communicate respectively to 
balloon inflation apparatus 38 and to guidewire control apparatus 40. A balloon 42 is 
5 moimted on the shaft 32 near the distal end of catheter 30. Catheter 30 may incorporate a 
soft flexible tip 44 to provide less traumatic advancement through tortuous or narrow 
strictures. Tip 44 may be radiopaque to assist in fluoroscopic positioning of the catheter 
at the lesion site. 

OTW balloon dilatation catheters are the preferred design option when 

10 extremely tortuous of difficult anatomy is encountered. In these cases, the ability to track 
the catheter over a previously placed guidewire enhances the clinician's ability to 
precisely position the balloon for effective dilatation. Further, for colonic lesions distal 
to scope access, a fluoroscopically-guided, OTW placement technique can be used to 
achieve appropriate positioning. 

1 5 With OTW balloon dilatation catheters, the endoscopist typically monitors 

balloon inflation fluoroscopically rather than under direct visualization. Therefore, these 
dilators incorporate radiopaque markers to aid in accurate positioning. These catheters 
are designed to be used with guidewires and are available in a variety of shaft and 
balloon lengths and diameters. This allows the endoscopist to select a catheter 

20 appropriate for each lesion. 

With regard to balloon size selection, for successful dilatation, the balloon 
must provide effective radial force against the entire length of the stricture. In Figs. 1 
and 2 the balloon diameter is indicated by dimension A and the dilation length indicated 
by dimension B. The balloon should be long enough to dilate the entire length of the 

25 stricture. The inflated outer diameter should affect the desired degree of dilatation. 

The length of the catheter shaft required varies with the location of the 
stricture. For example, catheters 180 cm in length allow access to esophageal and pyloric 
lesions, while a catheter 240 cm in length is required for colonic strictures. 

With the exception of Achalasia Balloon Dilators which are inflated with 

30 air, balloons are primarily inflated with water, saline or a contract/saline mixture. The 

latter is used with OTW balloon catheters to enhance visualization. It is important not to 



BNSDOCID: <WO ^980321 QA1_L> 



wo 98/03218 PCT/US97/12074 - 

8 

exceed the maximum inflation pressure specified for any particular balloon catheter. 
Surpassing this pressure could lead to balloon rupture. 

During a procedure the balloon is fully inflated to tlie desired dilatation 
diameter. Dilatation force is applied for as long as necessary to achieve desired results. 
5 Using an inflation apparatus equipped with a pressure gauge, the balloons of the present 
invention provide a substantially wider range of stricture diameters which may be treated 
with a single catheter. After treatment, the deflated balloons of the invention provide 
substantially reduced resistance to withdrawal of the catheter from the body compared to 
prior art high strength balloons made for instance from biaxially oriented PET. In some 
10 TTS applications measured withdrawal force through the scope for catheters bearing 

balloons of the invention has been found to be only about 1/2 of the withdrawal force for 
corresponding catheters bearing PET balloons of similar burst strength. 

For esophageal balloon dilatation TTS catheters, a balloon of 
approximately 8 cm length (dimension B), having an outer diameter (dimension A) of 6 
15 to 20 mm is suitable. The preferred length of the catheter is 1 80 cm. 

For pyloric balloon dilatation TTS catheters, a balloon of approximately 
5.5 cm length balloon, having an outer diameter of 6 to 20 mm is suitable. The preferred 
length of the catheter is 1 80 cm. 

For colonic balloon dilatation TTS catheters, a balloon of approximately 
20 5.5 cm length balloon, having an outer diameter of 6 to 20 mm is suitable. The preferred 
length of the catheter is 240 cm. 

For anastomotic balloon dilatation TTS catheters, a balloon of 
approximately 8 cm length balloon, having an outer diameter of 20-30 mm is suitable. 
The preferred length of the catheter is 240 cm. 
25 Preferred balloon materials are block copolymers or blends of flexible and 

rigid theraioplastic polymers. Particularily preferred are theraioplastic block copolymers 
characterized as follows: 

the block copolymer is made up of hard segments of a polyester or 
polyamide and soft segments of p>olyether; 
30 the polyester hard segments are polyesters of an aromatic 

dicarboxylic acid and a C2-C4 diol. 
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the polyamide hard segments arc polyamides of or higher, 
preferably C^q -Cjj, carboxylic acids and or higher, preferably Cjo - 
Cj2, organic diamines or of or higher, preferably Cjq -Cj2, aliphatic a>- 
amino-a-acids, and 

5 the polyetlier soft segments are polycthers of Cj-Cjo^ preferably 

C4-C5 diols;and 

the percentage by weight of the block polymer attributable to the hard 
segments is between about 50% and about 98%. Suitably the block copolymer has a low 
flexural modulus, namely less tlian 150,000 psi, preferably less than 120,000 psi, and has 

10 a hardness. Shore D scale, of greater than 60. From such polymers, balloons having very 
high compliance profiles can be prepared with high wall strength. The low flexural 
modulus contributes to a softer feci found with the balloons of the invention, compared 
to those made of other high strength polymer material. 

The preferred balloons of tlie invention are made of polyamide/polyether 

1 5 block copolymers. The polyamide/polyether block copolymers are commonly identified 
by the acronym PEBA (polyether block amide). The polyamide and polyether segments 
of these block copolymers may be linked through amide linkages, however, most 
preferred are ester linked segmented polymers, Le. polyamide/polyether polyesters. Such 
polyamide/polyether/ polyester block copolymers are made by a molten state 

20 polycondensation reaction of a dicarboxylic polyamide and a polyether diol. The result is 
a short chain polyester made up of blocks of polyamide and polyether. The polyamide 
and polyether blocks are not miscible. Thus the materials are characterized by a two 
phase structure: one is a thermoplastic region that is primarily polyamide and the other is 
elastomer region that is rich in polyether. The polyamide segments are semicrystalline at 

25 room temperature. The generalized chemical formula for these polyester polymers may 
be represented by the following formula: 

HO-(C-PA~C— O-PE— O)— H 
11 II . 

o o 

in which PA is a polyamide segment, PE is a polyether segment and the repeating 
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number xi is between 5 and 10. 

The polyamide segments are suitably aliphatic polyamides, such as nylons 
12, 11, 9, 6, 6/12, 6/1 1, 6/9, or 6/6. Most preferably they are nylon 12 segments. The 
polyamide segments may also be based on aromatic polyamides but in such case 
5 significantly lower compliance characteristics are to be expected. The polyamide 

segments are relatively low molecular weight, generally within the range of 500-8,000, 
more preferably 2,000-6,000, most preferably about 3,000-5,000, 

The polyether segments are aliphatic polyethcrs having at least 2 and no 
more than 10 linear saturated aliphatic carbon atoms between ether linkages. More 

10 preferably the ether segments have 4-6 carbons between ether linkages, and most 

preferably they are poly(tetramethylene ether) segments. Examples of other polyethers 
which may be employed in place of the preferred tetramethylene ether segments include 
polyethylene glycol, polypropylene glycol, poly(pentamethylene ether) and 
poly(hexamethylene ether). The hydrocarbon portions of the polyether may be optionally 

15 branched. An example is the polyether of 2-ethylhexanediol. Generally such branches 
will contain no more than two carbon atoms. The molecular weight of the polyether 
segments is suitably between about 400 and 2,500, preferably between 650 and 1000. 

The weight ratio of polyamide to polyether in the polyamide/polyethcr 
polyesters used in the invention desirably should be in the range of 50/50 to 98/2, 

20 preferably between 60/30 and 92/08, more preferably, between 70/30 and 90/10. 

Polyamide/polyether polyesters are sold commercially under the Pebax® 
trademark by Atochem North America, Inc., Philadelphia PA. Examples of suitable 
conunercially available polymers are the Pebax® 33 series polymers with hardness 60 
and above. Shore D scale, especially Pebax® 7233, 7033 and 6333. These polymers are 

25 made up of nylon 12 segments and poly(tctramethylene ether) segments in different 
weight ratios and segment lengths. 

It is also possible to use other PEB A polymers with the physical 
properties specified herein and obtain similar compliance, strength and softness 
characteristics in the finished balloon. 

30 As an alternative to polyamide elastomers, it is also possible to utilize 

polyester/polyether segmented block copolymers and obtain similar balloon properties. 



9eo32ieAij_> 



wo 98703218 PCT/US97/12074 • 

11 . 

Such polymers are made up of at least two polyester and at least two polyether segments. 

The polyether segments are the same as previously described for the polyamide/polyether 

block copolymers useful in the invention. The polyester segments are polyesters of an 

aromatic dicarboxylic acid and a two to four carbon diol. 
5 Suitable dicarboxylic acids used to prepare the polyester segments of the 

polyester/polyether block copolymers are ortho-, meta- or para- phthalic acid, 

napthalenedicarboxylic acid or mela-terphenyl-4,4'-dicarboxylic acids. 

Preferred polyester/polyether block copolymers are poly(butylene 

terephthalate)-i/ocit-poly(tetramethylene oxide) polymers such as Amitel EM 740, sold 
1 0 by DSM Engineering Plastics. Hytrel polymers, sold by DuPont which meet the physical 

and chemical specifications set out herein can also be used. 

It is preferred that the block copolymers have a hardness. Shore D scale, 

of at least 60 and a flexural modulus of no more than about 150,000, in order to obtain 

optimal strength, compliance and softness characteristics. Preferably the Shore D 
15 hardness is in the range of 65-75 and the flexural modulus is in the range of 50,000- 

120,000. The preferred polymers useful in the invention are also characterized by a high 

ultimate elongation of about 300% or higher and an ultimate tensile strength of at least 

6,000 psi. 

Other thermoplastic polymer materials which may be used to prepare 
20 balloons in accordance with the invention include blends of rigid and flexible polymers; 
polyurethanes which have flexible portions, typically derived from polyester or polyetlier 
polyols and rigid portions, typically derived from diisocyanates; random copolymers of 
rigid and flexible monomers; aliphatic polykctones; polysulfides such as PPS 
(polyphenylenesulfide); polyamides, for instance or higher polyamides which are 
25 saturated with water, C^^ot higher polyamide homopolymers regardless of water content, 
and polyamide copolymers of linear and branched monomer units; and other polymers or 
polymer blends which are known in the art as thermoplastic elastomers. Specific 
additional thermoplastic polymer products which arc considered suitable include 
polyurethane/polycarbonate blend or block copolymers sold \mder the trademarks, 
30 TEXIN TPU by Bayer Corp and TECOTHANE by Thermedics Inc. and polyurethanes 
sold under the trademark PELLETHANE by Dow Chemical Co. As previously 
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mentioned, multilayer balloon structures fomied by concentric coextrusion of different 
thermoplastic polymers, or by sequential concentric blowing of separate tubing parisons 
of different materials, may also be employed. 

Manufacture of balloons of the invention is started with an extruded 
5 tubing of the thermoplastic polymer material. 

The balloon, prior to its being shrunk, may be manufactured in accordance 
with known tecliniques such as described in copending application 08/392,837, filed 2 
March 1995, entitled Block Copoljoner Elastomer Catheter Balloons, incorporated herein 
by reference, which corresponds to WO 95/23619, and Serial No. 08/555,219, filed 8 

10 Nov. 1995, entitled Method of Balloon Formation by Cold Drawing/Necking, 

incorporated herein by reference. Multi-staged blowing techniques as described in 
copending application 08/197,639, filed 17 Feb. 1994, also incorporated herein by 
reference, may also be employed. 

The balloon shrinking process is similar to that described in US 5,348,538 

15 for balloons of non-compliant material such as PET. However, the balloons of the 

invention are desirably constmcted by blowing the balloon from a block copolymer or 
otlier polymer material as described above and then shrinking the balloon to a greater 
extent than was done in the specific illustrative examples of US 5,348,538. The amount 
of shrinkage is controlled by the pressure maintained in the balloon during annealing and 

20 the temperature and time of the annealing. For a balloon made from Pebax® 7233, the 
blowing pressure is suitably in the range 200-400 psi, and temperature is suitably in the 
range of 90- 100"* C, and the annealing pressure is in the range of 0-50, preferably 1-30 psi 
at 70-100*'C for 3-30 seconds. 

By shrinking until the balloon, at 3 atm pressure, provides a diameter of 

25 about 90% or less, preferably 85% or less, and more preferably about 65%-75% of the 
diameter of a correspondingly prepared balloon, at 3 atm pressure, which does not 
undergo shrinking, a very steep compliance curve is obtained which is more generally 
linear, the greater the slirinkage. Burst strength is not substantially affected by the 
shrinking step. However the shrinking step causes the compliance curve to start fi*om a 

30 lower point so that overall the balloon is much more compliant. In tliis manner the 
comparatively high strength of the block copolymer material is made accessible to 
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medical device applications where high compliance is also desirable. 

To improve balloon-to-balloon reproducibility of the process, the balloon 
may be shrunk at a very low inflation pressure (typically 0-30 psi) to a nominal diameter 
below that desired in the final balloon, and then pressurized at a pressure between the 
5 shrink pressure and 50 psi, at a temperature within the same range within a mold or 

cylinder which is sized to provide the desired nominal diameter, still below the diameter 
at which the balloon was initially blown, and suitably 90% or less of the initial blow 
diameter. Example 10 is illustrative of this technique. 

The invention is illustrated by the following non-limiting examples. 

10 

Example 1 (Comparative Example) 
Pebax*^ 7233 tubes with dimensions of 0. 1 05 inch ID (inner diameter) x 
0.140 OD (outer diameter) are cold-drawn at a very low temperature, approximately in 
the range of -100**C to -20"* C as follows. A screw driven stretching machine with a pair 
15 of pneumatic grippers is used to stretch the tubing. The center portion of the tube is 

cooled by directly spraying liquid N2 on the center portion. Five 50 mm length balloons 
are blown at 95*^0 in a 16 mm diameter mold using a blowing pressure of 260 psi and a 
tension of 160 grams. The average double wall thickness of tlie balloons was 0.00282 
inch. The burst pressure was 9.2 atm. The compliance from 3 atm to 5 atm was 4.2% 
20 and from 3 atm to burst pressure was 1 1 -7%. 

Example 2 

Five balloons were prepared as in Example 1. The balloons, while 
inflated at about 5 psi pressure, were shrunk by dipping in a SO'^C water bath for 5 
minutes. The average double wall thickness after shrinking was 0.00429 inch. The 
25 average burst pressure of the balloons was 9.4 atm. The compliance from 3 atm to 5 atm 
was 15% and from 3 atm to burst pressure was 39%. 

Examples (Comparative Example) 
Pebax® 7233 tubes with dimensions of 0.0264 inch ID x 0.0464 OD 
(outer diameter) are cold-drawn as in Example 1 . A 4 mm balloon is blown at 95 °C in a 
30 mold using a blowing pressure of 450 psi and a tension of 300 grams. The burst pressure 
was 22 atm. 
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Example 4 

The process of Example 2 is repeated except that the shrinking step is 
performed by annealing the balloons while inflated to 2 atm pressure in water baths 
under different conditions, namely: IS^'C for 10 seconds; IS^'C for 30 seconds; IS^'C 
5 for 60 seconds; and 95 ""C for 10 seconds. Compliance curves for the balloons of 
Examples 3 and 4 are plotted in Figure 3. 

Example 5 

Balloons were prepared as in Examples 1 and 2 using Pebax 7033 
polymer and the conditions specified in Table 1. The compliance results are summarized 
10 in Table 1 and are plotted in Figure 4, 

Example 6 

Balloons were made from Amitel EM 740 polymer tubing by stretching 
tubing as specified in Table 2 at room temperature at a stretch ratio of 4.2 and then 
blowing die balloon from the stretched tubing under the conditions specified in Table 2. 
15 The compliance results are summarized in Table 2 and are plotted in Figure 5. 
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As can be seen from Figs 3-5, the balloons prepared utilizing the 
shrinking step have very high compliance profiles, in addition to high v/all strength. The 
shrinking step causes the compliance curve to start from a lower point so that overall the 
balloon is much more compliant. In this manner the comparatively high strength of the 
5 block copolymer material is made accessible to medical device applications where high 
compliance is also desirable. 

Example 9 (Comparative Example) 

Extruded Pebax 7233 tubes with dimensions of 0.0509 inch ID x 0.0729 
10 inch OD were prepared. Five 55 mm length balloons were blown at a temperature of 

95**C in an 8 mm diameter mold using a blowing pressure of 450 psi and a tension of 150 
grams. The avemge double wall thickness of the balloons was 0.00174 inch. The 
average burst pressure was 13.6 atm. The compliance from 3 atm to 10 atm was 9.0%, 
and from 3 atm to burst pressure was 15%, 
15 Example 10 

Five balloons were prepared as in Example 9. The balloons while at a 
tension and inflated at atmospheric pressure were shrunk by dipping in an 85**C water 
bath for 2 minutes. The balloons were then each inserted into a 5.6 mm ID glass tube, 
replaced in the 85*" bath and pressurized at 30 psi for 2 minutes. The resulting balloons 
20 had an average double wall thickness of 0.00233 inch, an average burst pressure of 12.6 
mm, a compliance from 3 atm to 10 atm of 36% and a compliance from 3 atm to burst of 
44%. 

The above disclosure is intended to be illustrative and not exhaustive. 
25 These examples and description v^U suggest many variations and alternatives to one of 
ordinary skill in this art. All these alternatives and variations are intended to be included 
within the scope of the attached claims. Those familiar with the art may recognize other 
equivalents to the specific embodiments described herein which equivalents are also 
intended to be encompassed by the claims attached hereto. 
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17 . 
Claims 

1. A method of forming a balloon for a medical device, wherein a tubing of a 
thermoplastic polymer material is radially expanded under a first elevated pressure at an 

5 elevated temperature to form the balloon at a first diameter, the thermoplastic polymer 
material being a block copolymer material and the metliod including the further step of 
annealing the balloon at a second elevated temperature and a second pressure less than 
the first elevated pressure for a time sufficient to shrink the formed balloon to a second 
diameter less than the first diameter. 

10 

2. A method as in claim 1 wherein the temperature, time and pressure of the 
annealing step are selected so that the diameter at of the balloon at 3 atm pressure is 
about 90% or less of the 3 atm diameter of a correspondingly prepared balloon prepared 
without said shrinking step. 

15 

3. The method as in claim 1, wherein the second elevated temperature is less 
than the first elevated temperature. 

4. The method as in claim 1 , wherein the block copolymer is made up of soft 
20 segments of a polyether and hard segments of a polyester or a polyamide. 

5. The method as in claim 4, wherein the second pressure is no more than 20 
psL 

25 6. The method as in claim 5, wherein the first elevated temperature is within 

the range of 90-100*'C and the second elevated temperature is within the range of 70- 
100**C and is less than the first elevated temperature. 

7. The method as in claim 4, wherein the polyether soft segments are 

30 polyethers of C2-C10 diols. 
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8. The method as in claim 4, wherein the hard segments are polyesters of an 
aromatic dicarboxylic acid and a C2-C4 diol. 

9. The method as in claim 4, wherein the hard segments are polyamides 

5 chosen from the group consisting of the combination of or higher carboxylic acids and 
C5 or higher organic diamines and C5 or higher, aliphatic co-amino-a-acids. 

10. The method as in claim 1, wherein the second pressure is within the range 
of 1-lOpsi. 

10 

11. A balloon for a medical device made by the method as in claim 1 . 

12. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 12 atmospheres, a diameter at 

15 3 atmospheres of from about 1 .5 to about 3.0 mm, a generally linear diameter grovs^ rate 
over the range of 3-12 atmospheres, and a diameter growth of at least 0.25 mm over the 
range of 3-1 2 atm* 

13. A balloon as in claim 12 wherein said diameter growth is at least 0.5 mm. 

20 

14. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 12 atmospheres, a diameter at 
3 atmospheres of from about 3.25 to about 6.0 mm, a generally linear diameter growth 
rate over the range of 3-12 atmospheres, and a diameter growth of at least 1 .0 mm over 

25 the range of 3-12 atm. 

15. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 10 atmospheres, a diameter at 
3 atmospheres of from about 6 to about 12 mm, a generally linear diameter growth rate 

30 over the range of 3- 1 0 atmospheres, and a diameter growth of at least 2 mm over the 
range of 3-10 atm. 
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16. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 9 atmospheres, a diameter at 3 
atmospheres of from about 12 to about 30 mm, a generally linear diameter growth rate 
over the range of 3-9 atmospheres, and a diameter growth of at least 3 mm over the range 
of3-9atm. 

17. A balloon as in claim 16 wherein said diameter growth is at least 4 mm. 

18. A balloon for a medical device characterized by an operating pressure to 
which the balloon may be safely inflated without bursting of at least 12 atmospheres, a 
diameter at 3 atmospheres of from about 1.5 to about 3.0 nmi, a generally linear diameter 
growtli rate over the range of 3-12 atmospheres, and a diameter growth of at least 0.5 mm 
over the range of 3-12 atm. 

19. A balloon for a medical device characterized by an operating pressure to 
which the balloon may be safely inflated without bursting of at least 12 atmospheres, a 
diameter at 3 atmospheres of from about 3.0 to about 6.0 nun, a generally linear diameter 
growth rate over the range of 3-12 atmospheres, and a diameter growth of at least 1.0 nun 
over the range of 3-1 2 atm. 

20. A balloon for a medical device characterized by an operating pressure to 
which the balloon may be safely inflated without bursting of at least 10 atmospheres, a 
diameter at 3 atmospheres of from about 6 to about 12 nun, a generally linear diameter 
growth rate over the range of 3-10 atmospheres, and a diameter growth of at least 2 mm 
over the range of 3-1 0 atm. 

21. A balloon for a medical device characterized by an operating pressure to 
which the balloon may be safely inflated without bursting of at least 9 atmospheres, a 
diameter at 3 atmospheres of from about 12 to about 30 mm, a generally linear diameter 
growth rate over the range of 3-9 atmospheres, and a diameter growth of at least 3 mm 
over the range of 3-9 atm. 
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A balloon as in claim 21 wherein said diameter growth is at least 4 nmi. 



23. A balloon for a medical device characterized by a burst pressure of at least 
9 atmospheres, a diameter at 3 atmospheres of about 2 mm or more, and an average 

5 compliance over the range of from 3 atmospheres to burst of at least 3% per atmosphere. 

24. A balloon as in claim 23 wherein said average compliance over the range 
of from 3 atmospheres to burst is at least 4% per atmosphere. 

10 25. A balloon as in claim 23 made from thermoplastic polymer material 

which is a block copolymer, a thermoplastic elastomer, a polymer blend, a random 
copolymer of rigid and flexible monomers, polyurethanes which have rigid and flexible 
portions, polyketones, polysulfides or a polyamide homopolymer or copolymer. 

15 26. A balloon as in claim 23 formed from at least two concentric layers of 

different thermoplastic polymers. 

27. A balloon as in claim 23 wherein said diameter at 3 atmospheres is about 

5 mm or more. 



20 



28 A balloon as in claim 23 wherein said diameter at 3 atmospheres is about 

12 mm or more. 



29. A method of forming a balloon for a medical device comprising: 

25 radially expanding tubing of thermoplastic polymer material under 

elevated blowdng pressure greater than 50 psi at an elevated blowing temperature 
to form the balloon to have a first diameter at 3 atm inflation pressure, 

annealing the formed balloon at an elevated annealing temperature less 
than or equal to the blowing temperature, and at an annealing pressure which in 
30 the range of 0-20 psi, for a time sufficient to shrink the formed balloon to have a 

second diameter at 3 atm inflation pressure which is less than 90% of the first 
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diameter, and then 

pressurizing the balloon in a fixed diameter form, said fixed diameter 
being greater than said second diameter but no more than 90% of said first 
diameter, at a pressure above the annealing pressure but no more than 50 psi and 
5 a temperature not less than said annealing temperature and not greater than said 

blowing temperature for a time to provide the balloon with a final diameter at 3 
atm inflation pressure which is greater than said second diameter but not more 
than 90% of said first diameter. 

10 30. A method as in claim 29 wherein said final diameter is 85% or less of said 

first diameter. 

31. A method as in claim 29 wherein said final diameter is 65-75% of said 
first diameter. 

15 

32. A method as in claim 29 wherein the thermoplastic polymer material is a 
block copolymer, a thermoplastic elastomer, a polymer blend, a random copolymer of 
rigid and flexible monomers, polyurethanes which have rigid and flexible portions, 
polyketones, polysulfides or a polyamide homopolymer or copolymer. 

20 

33. In a method of treating a gastrointestinal lesion by inserting a catheter 
having a balloon thereon into the gastrointestinal tract, positioning the balloon at the 
lesion, inflating the balloon to accomplish treatment of the lesion, deflating the balloon 
and then withdrawing the catheter, the improvement wherein the balloon is a balloon as 

25 in claim 23. 

34. A method as in claim 32 wherein the catheter is inserted into the 
gastrointestinal tract, and withdrawn therefrom, through an endoscope. 
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AMENDED CLAIMS 

[received by the International Bureau on 28 January 1998 (28.01.98); 
original 12, 34 amended; new claims 35 and 36 added; 
remaining claims unchanged (2 pages)] 

8. The method as in claim 4. wherein the hard segments are polyesters of an 

aromatic dicarboxylic acid and a C2-C4 did. 

9. The method as in claim 4. wherein the hard segments are polyamides 
chosen from the group consisting of the combination of Q or higher carboxylic acids and 
Cfi or higher organic diamines and or higher, aliphatic G>-amino-a-acids. 

10. The method as in claim 1 , wherein the second pressure is within the range 
ofl-lOpsi. 

11 A balloon for a medical device made by the method as in claim 1 . 

1 2. .-^ balloon for a medical device, comprising a thermoplastic block 
copolymer material and having an operating pressure to which the balloon may be safeh 
inflated without bursting of at least 12 amiospheres. a diameter at 3 atmospheres of from 
about 1 .5 to about 3.0 mm, a generally linear diameter growth rate over the range of 3- 1 2 
atmospheres, and a diameter growth of at least 0.25 mm over the range of 3-12 atm. 

13. .A balloon as in claim 12 wherein said diameter growth is at least 0.5 mm. 

14. .A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 1 2 atmospheres, a diameter at 
3 atmospheres of from about 3.25 to about 6.0 mm, a generally linear diameter growth 
rate over the range of 3-12 atmospheres, and a diameter growth of at least 1 .0 mm over 

25 the range of 3-12 atm. 

15. .Ji balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 10 atmospheres, a diameter at 
3 atmospheres of from about 6 to about 12 mm, a generally linear diameter growth rate 

30 over the range of 3-10 atmospheres, and a diameter growth of at least 2 mm over the 
range of 3-10 atm. 



15 



20 
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diameter, and then 

pressurizing the balloon in a fixed diameter form, said fixed diameter 
being greater than said second diameter but no more than 90% of said first 
diameter, at a pressure above the anneahng pressure but no more than SO psi and 
5 a temperature not less than said annealing temperature and not greater than said 

blowing temperature for a time to provide the balloon with a final diameter at 3 
atm inflation pressure which is greater than said second diameter but not more 
than 90% of said first diameter. 

1 0 30. A method as in claim 29 wherein said final diameter is 85% or less of said 

first diameter. 

31. A method as in claim 29 wherein said final diameter is 65-75% of said 
fir$t diameter. 

15 

32. A method as in claim 29 wherein the thermoplastic polymer material is a 
block copolymer, a thermoplastic elastomer, a polymer blend, a random copolymer of 
rigid and flexible monomers, polyurethanes which have rigid and flexible portions, 
polyketones, polysulfides or a polyamide homopolymer or copolymer, 

20 

33. In a method of treating a gastrointestinal lesion by inserting a catheter 
having a balloon thereon into the gastrointestinal tract, positioning the balloon at the 
lesion, inflating the balloon to accomplish treatment of the lesion, deflating the balloon 
and then withdrawing the catheter, the improvement wherein the balloon is a balloon as 

25 in claim 23. 

34. A method as in claim 33 wherein the catheter is inserted into the 
gastrointestinal tract, and withdrawn therefrom, through an endoscope. 

35. A balloon for a medical device characterized by an overall compliance 
30 from 3 atmospheres to burst pressure of at least about 27%. 

36. A balloon as in claim 35, having a burst pressure of at least 9 atmospheres. 
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HIGH COMPLIANCE, HIGH STRENGTH CATHETER BALLOONS 
USEFUL FOR TREATMENT OF GASTROINTESTINAL LESIONS 

Cross reference to related application 
5 This application is a continuation-in-part of copending US application 

Serial No. 08/392,837, filed 2 March 1995, which is a continuation-in-part of Sen No. 
08/204,554, filed March 2, 1994, now abandoned. 

Background of the Invention 

10 Balloons mounted on the distal ends of catlicters are widely used in 

medical treatment. Tlie balloon may be used to widen a vessel into which tlie catheter is 
inserted or to force open a .blocked vessel. Tlic requirements for strength and size of the 
balloons vary widely depending on the balloon's intended use and the vessel size into 
which the catlieter is inserted. 

15 Perhaps the most demanding applications for such balloons arc in balloon 

angioplasty in which catheters are inserted for long distances into extremely small 
vessels and used to open stenoses of blood vessels by balloon inflation. These 
applications require extremely thin walled, high strength, relatively inelastic balloons of 
predictable inflation properties. Thin walls are necessary because the balloon's wall and 

20 waist thicknesses limit tlie minimum diameter of the distal end of the catheter and 
therefore determine the limits on vessel size treatable by the method and the ease of 
passage of tlie catheter through the vascular system. High strength is necessary because 
when the balloon is used to push open a stenosis, tlie thin wall must not burst under the 
high internal pressures necessary to accomplish this task. Tlie balloon must have some 

25 elasticity so that the inflated diameter can be controlled, enabling the surgeon to vary the 
balloon's diameter as required to treat individual lesions, but that elasticity must be 
relatively low so that the diameter is easily controllable. Small variations in pressure 
must not cause wide variation in diameter. Such angioplasty balloons have nominal 
diameters in the range of from about 1.25-4.5 mm. 

30 Outside the field of angioplasty, however, relatively high compliant, high 

strength materials are desirable for some balloons used on esophageal, pyloric, colonic 
and anastomotic catheters and scopes. 
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Major advances in the ability to access remote areas within the 
gastrointestinal tract have allowed endoscopists to reach obstructive lesions previously 
accessible only via open surgical techniques. There are three primary approaches 
available to tlie clinician for endoscopic treatment of gastrointestinal strictures: 1) 
5 Mercury bougie dilatation; 2) Over-the-wire passage of tapered dilators; and 3) Balloon 
dilation. 

Of the three, balloon dilatation is the most recently developed modality. 
Clinical research studies have been conducted to compare the efficacy of the technique to 
earlier approaches. For example, in one study evaluating Savary-Guiliard® Dilators 

10 versus balloon dilators for dilatation of benign esophageal strictures, both methods 

achieved effective dilatation. However, during the 24 month follow-up, 88% of patients 
treated with Savary dilators required redilations vs 54% of patients in the balloon group. 
As a result, the researchers concluded that, over the long term, the balloon may provide 
superior efficacy. Additional studies have clearly documented the convenience, 

15 effectiveness and safety of balloon dilatation of strictures. 

An important advantage of balloon dilatation over the alternative 
techniques is that it enables the clinician to dilate remote strictures throughout the GI 
tract. 

An example is the treatment of esophagal achalasia. The esophagus, a 
20 hollow, muscular organ that originates at the pharynx and terminates at the stomach, 
functions to transport food and fluids from the pharynx to the stomach via a complex, 
neuromuscular response to the act of swallowing. Specifically, the passage of food or 
fluid from the pharynx into the esophagus stimulates the peristaltic contractions designed 
to propel the contents forward through the esophagus. Concurrently, the lower 
25 esophageal sphincter (LES) at the gastroesophagal junction relaxes allowing the passage 
of esophagal contents into the stomach. Reflux of stomach contents back into the 
esophagus is prevented by closure of the LES. Achalasia is a disorder of unknown 
etiology that disrupts the normal esophageal function (3,4). In this disorder, two deficits 
are present. First, the normal esophagal peristaltic wave is absent. Second, tlie lower 
30 esophageal sphincter does not relax. The result is esophageal dilatation and severe, 

progressive dysphagia. Treatment for achalasia is aimed at reduction of LES pressure. 
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This is accomplished nonsurgically via forceful balloon dilatation of the sphincter. 

Biliary dilatation may also be performed by such balloon catheter 
dilatation. Biliary strictures may result from variety of processes including postoperative 
scarring, inflammation, or malignancy. Endoscopic balloon dilatation of these lesions 
5 has been shown to be an effective treatment approach. 

There therefore is a need for effective devices which permit endoscopic 
dilatation of lesions tliroughout the alimentary tract. It is important that the catheters 
offer first-use effectiveness in an advanced design to permit rapid inflation, deflation and 
easy scope passage. The balloons for such devices desirably would have a long dilation 

10 length, high operating pressure, typically greater than 50 psi (3 atm, 344.7 kPa) and 

desirably up to 146 psi, (10 atm, 1013 kPa), low withdrawal force and high compliance. 
For instance, a compliance change is desirable which would allow a balloon having a 
1.25-3.0 mm nominal diameter at 3 atm to grow in a generally linear manner at least 0.25 
mm, preferably about 0.5 mm, or more as pressure is increased from 3 to 12 atm. For 

1 5 balloons about 3.25- 6.0 mm nominal diameter, a growth of at least 1 .0 mm over the 
same range would be desirable. For balloons in the range of about 6-12 mm nominal 
diameter, a growth of at least 2.0 mm over a 3-10 atm pressure range would be desirable. 
For even larger diameter balloons, for instance balloons having 3 atm diameters of 12-30 
mm, a compliance curve which provides grov^ of about 3 mm or more, preferably about 

20 4.0 mm or more, over the range of 3 to 9 atm is desirable. 

In US 5,348,538, incorporated herein by reference, there is described a 
single layer angioplasty balloon made of a material such as PET which follows a stepped 
compliance curve. The stepped compliance curves of these balloons have a low pressure 
segment following a first generally linear profile, a transition region, typically in the 8-14 

25 atm range, during which the balloon rapidly expands yielding inelastically, and a higher 
pressure region in which the balloon expands along a generally linear, low compliance 
curve. The stepped compliance curve allows a physician to dilate different sized lesions 
without using multiple balloon catheters. 

A polyethylene ionomer balloon with a stepped compliance curve is 

30 disclosed in EP 540 858. 

In copending US application Serial No. 08/392,837, filed 2 March 1995, 
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entitled Block Copolymer Elastomer Catheter Balloons, incorporated herein by reference, 
which corresponds to WO 95/23619, there are described balloons, useful on angioplasty 
catheters and similar medical devices, which are made from certain block copolymer 
materials which provide an unusual combination of compliance, softness and strength 
5 properties. 

Block copolymer balloons for balloon catheters, prepared using a 
particular heat set technique to stabilize the balloon dimensions, are also described in US 
5,500,180. 



1 0 Summary of the Invention 

The invention provides balloons having the desired properties just 
described. In one aspect, the invention is a method for fomiing a balloon for a medical 
device in wliich a tubing of a thermoplastic polymer material is radially expanded under 
a first elevated pressure at a first elevated temperature to form the balloon at a first 

1 5 diameter, the thermoplastic polymer material being a block copolymer material and the 
method including the furtlier step of annealing the balloon at a second elevated 
temperature less than or equal to the first temperature and a second pressure less than the 
first elevated pressure for a time sufficient to shrink the formed balloon to a second 
diameter less than the first diameter. Suitably the second temperature is in the range of 

20 70-1 00 "^C, the second pressure is no more than about 50 psi, and the time of annealing is 
sufficient to shrink the balloon so that its diameter at 3 atm pressure is about 90% or less, 
preferably about 85 % or less, of the 3 atm diameter of a correspondingly prepared 
balloon prepared without said shrinking step. 

In some embodiments to improve balloon-to-balloon reproducibility of 

25 the process, the balloon may be shrunk at a very low inflation pressure (typically 0-10 

psi) to a nominal diameter below that desired in the final balloon, and then pressurized at 
a pressure between the shrink pressure and 50 psi, at a temperature within the same range 
within a mold or cylinder which is sized to provide the desired nominal diameter, still 
below the diameter at which the balloon was initially blown, and suitably 90% or less of 

30 the initial blow diameter. 

The shrinking process used in the invention is quite different firom the 
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heat set technique used in US 5,500,180, in tliat the process of US 5,500,180, after 
formation of the balloon heats the balloon under pressure of 100-500 psi to a temperature 
above the blowing temperature specifically for the purpose of stabilizing the balloon 
against shrinkage upon cooling. The present invention is directed to exploitation of 
5 shrinkage behavior in order to increase the compliance of the resulting balloon. 

Balloons made of multiple layers of thermoplastic material, such as 
coextruded balloons of the types described in US 5,195,969, US 5,270,086, and US 
5,478,320, or separately blown dual layer balloons of the types described in US 
5,512,051, WO 96/04951 and in copending application 08/611,644, filed 6 March 1996, 
10 all incorporated herein by reference, may also be employed in the present invention by 
shrinking the so-formed balloon in accordance with the present invention after it has 
been formed. 

As further aspects of the invention, there are described herein balloons 
particularly suited to dilation of GI lesions of various types which are characterized by 
15 unique combinations of balloon diameter, high burst strength and high compliance 
characteristics. 

The high strength, high compliance balloons of the invention also provide 
excellent rewrap characteristics, in comparison to high strength balloons formed by other 
processes. Consequently, after treatment of a lesion and deflation of the balloon, the 
20 force required to withdraw the balloon catheter from the body is low, especially for 
catheters designed to pass through endoscopes (TTS). 

Brief Description of the Drawings 
Fig. 1 is a schematic side view of a through-the scope dilatation catheter 
25 of the invention. 

Fig. 2 is a schematic side view of a dual lumen over-the wire dilatation 
catheter of the invention. 

Fig. 3 is a plot showing compliance curves of balloons prepared in 
Examples 3 and 4. 

30 Fig 4. is a plot showing compliance curves of balloons prepared in 

Examples. 
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Fig 5. is a plot showing compliance curves of balloons prepared in 

Example 6. 

Detailed Description of the Invention 
5 Typically, balloon dilatation catheters for gastrointestinal applications are 

available in two design options: 1) through-the scope (TTS); and 2) over-the-wire 
(OTW). Each design offers particular advantages in specific clinical situations. 

Referring to Fig. 1, a TTS balloon dilatation catheter 10 is shown. 
Catheter 10 comprises a shaft 12, a balloon 14 near the distal end thereof and an inflation 

10 apparatus 16 at the proximal end thereof. Shaft 12 has a strong flexible kink-resistant 
construction and includes a longitudinal lumen extending therethrough by means of 
which the balloon 14 may be inflated by the inflation apparatus 16. Catheter 10 is 
designed for direct passage through the working channel of the endoscope to the site of 
an obstructive lesion. Because TTS catheters are not passed over a guidewire, the design 

15 includes a mechanism for stiffening the shaft enough to allow advancement through the 
narrow scope channel to the lesion. To achieve this result, TTS catheters suitably 
incorporate a stiffening stylet 18 within the shaft. This stylet extends from the proximal . 
end of the shaft through the length of the balloon and provides the stiffhess required to 
facilitate passage tlirough an endoscope and enliance appropriate positioning within the 

20 lesion. 

TTS balloon dilatation catheters are useful when an endoscopist prefers to 
dilate under direct visualization. With the endoscope placed immediately proximal to the 
lesion, catheter advancement and balloon inflation can be directly monitored. Scope 
placement immediately proximal to the balloon also assists in maintaining proper balloon 
25 position during inflation. For example, during dilatation of pyloric structures, the 

balloon has a tendency to slip proximally or distally during inflation. By positioning the 
scope at the proximal end of the balloon, the endoscopist is able to mechanically block 
any backward movement during inflation thereby facilitating efficient, effective 
dilatation. 

30 Fig. 2 illustrates the construction of an OTW balloon dilation catheter 30. 

Catheter 30 includes a shaft 32 which has a strong flexible kink-resistant construction 
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and incorporates a double-lumen design. This design provides a lumen for guidewire 
passage and a lumen for balloon inflation. At tlie proximal end of catheter 30 the lumens 
of shaft 32 divide into separate portions 34, 36 which communicate respectively to 
balloon inflation apparatus 38 and to guidewire control apparatus 40. A balloon 42 is 
5 mounted on the shaft 32 near the distal end of catheter 30. Catheter 30 may incorporate a 
soft flexible tip 44 to provide less traumatic advancement through tortuous or narrow 
strictures. Tip 44 may be radiopaque to assist in fluoroscopic positioning of the catheter 
at the lesion site. 

OTW balloon dilatation catheters are the preferred design option when 

10 extremely tortuous of difficult anatomy is encountered. In these cases, the ability to track 
the catheter over a previously placed guidewire enhances the clinician's ability to 
precisely position the balloon for effective dilatation. Further, for colonic lesions distal 
to scope access, a fluoroscopically-guided, OTW placement teclinique can be used to 
achieve appropriate positioning. 

15 With OTW balloon dilatation catheters, the endoscopist typically monitors 

balloon inflation fluoroscopically rather than under direct visualization. Therefore, these 
dilators incorporate radiopaque markers to aid in accurate positioning. These catheters 
are designed to be used with guidewires and are available in a variety of shaft and 
balloon lengths and diameters. This allows the endoscopist to select a catheter 

20 appropriate for each lesion. 

With regard to balloon size selection, for successful dilatation, the balloon 
must provide effective radial force against the entire lengtli of the stricture. In Figs. 1 
and 2 the balloon diameter is indicated by dimension A and the dilation length indicated 
by dimension B. The balloon should be long enough to dilate the entire length of the 

25 stricture. The inflated outer diameter should affect the desired degree of dilatation. 

The length of the catheter shaft required varies with the location of the 
stricture. For example, catheters 180 cm in length allow access to esophageal and pyloric 
lesions, while a catheter 240 cm in length is required for colonic strictures. 

With the exception of Achalasia Balloon Dilators which are inflated with 

30 air, balloons are primarily inflated with water, saline or a contract/saline mixture. The 

latter is used with OTW balloon catheters to enhance visualization. It is important not to 
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exceed the maximum inflation pressure specified for any particular balloon catheter. 
Surpassing this pressure could lead to balloon rupture. 

During a procedure the balloon is fully inflated to tlie desired dilatation 
diameter. Dilatation force is applied for as long as necessary to achieve desired results. 
5 Using an inflation apparatus equipped with a pressure gauge, the balloons of the present 
invention provide a substantially wider range of stricture diameters which may be treated 
with a single catheter. After treatment, the deflated balloons of the invention provide 
substantially reduced resistance to withdrawal of the catheter from the body compared to 
prior art high strength balloons made for instance from biaxially oriented PET. In some 
10 TTS applications measured withdrawal force through the scope for catheters bearing 

balloons of the invention has been found to be only about 1/2 of the withdrawal force for 
corresponding catheters bearing PET balloons of similar burst strength. 

For esophageal balloon dilatation TTS catheters, a balloon of 
approximately 8 cm length (dimension B), having an outer diameter (dimension A) of 6 
15 to 20 mm is suitable. The preferred length of the catlicter is 1 80 cm. 

For pyloric balloon dilatation TTS catheters, a balloon of approximately 
5.5 cm length balloon, having an outer diameter of 6 to 20 mm is suitable. The preferred 
length of the catheter is 180 cm. 

For colonic balloon dilatation TTS catheters, a balloon of approximately 
20 5.5 cm length balloon, having an outer diameter of 6 to 20 mm is suitable. The preferred 
length of the catheter is 240 cm. 

For anastomotic balloon dilatation TTS catheters, a balloon of 
approximately 8 cm length balloon, having an outer diameter of 20-30 mm is suitable. 
The preferred length of the catheter is 240 cm. 
25 Preferred balloon materials are block copolymers or blends of flexible and 

rigid thermoplastic polymers. Particularily preferred are thermoplastic block copolymers 
characterized as follows: 

the block copolymer is made up of hard segments of a polyester or 
polyamide and soft segments of polyether; 
30 the polyester hard segments are polyesters of an aromatic 

dicarboxylic acid and a C2-C4 diol. 
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the polyamide hard segments are polyamides of or higher, 
preferably C^q -Ci2» carboxylic acids and or higher, preferably Cjq - 
Ci2y organic diamines or of or higher, preferably Cjq -Cj2» aliphatic co- 
amino-a-acids, and 

5 the polyether soft segments arc polyethers of C2-C10, preferably 

C4-C6 diols;and 

the percentage by weight of the block polymer attributable to the hard 
segments is between about 50% and about 98%, Suitably tlie block copolymer has a low 
flexural modulus, namely less than 150,000 psi, preferably less than 120,000 psi, and has 

10 a hardness. Shore D scale, of greater than 60. From such polymers, balloons having very 
high compliance profiles can be prepared with high wall strength. The low flexural 
modulus contributes to a softer feel found with the balloons of the invention, compared 
to those made of other high strength polymer material. 

The preferred balloons of the invention are made of polyamide/polyether 

15 block copolymers. The polyamide/polyether block copolymers are commonly identified 
by the acronym PEBA (polyether block amide). The polyamide and polyetlier segments 
of these block copolymers may be linked through amide linkages, however, most 
preferred are ester linked segmented polymers, /.e. polyamide/polyether polyesters. Such 
polyamide/polyether/ polyester block copolymers are made by a molten state 

20 polycondensation reaction of a dicarboxylic polyamide and a polyether diol. The result is 
a short chain polyester made up of blocks of polyamide and polyether. The polyamide 
and polyether blocks are not miscible. Thus the materials are characterized by a two 
phase structure: one is a thennoplastic region that is primarily polyamide and the other is 
elastomer region that is rich in polyether. The polyamide segments are semicrystalline at 

25 room temperature. The generalized chemical formula for these polyester polymers may 
be represented by the following formula: 

HO— (C— PA— C— O— PE-O)— H 
II II 

o o 

in which PA is a polyamide segment, PE is a polyether segment and the repeating 
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♦ 

number n is between 5 and 10. 

The polyamide segments are suitably aliphatic polyamides, such as nylons 
12, 11, 9, 6, 6/12, 6/1 1, 6/9, or 6/6. Most preferably they are nylon 12 segments. The 
polyamide segments may also be based on aromatic polyamides but in such case 
5 significantly lower compliance characteristics are to be expected. The polyamide 

segments are relatively low molecular weight, generally within the range of 500-8,000, 
more preferably 2,000-6,000, most preferably about 3,000-5,000. 

The polyether segments are aliphatic polyetliers having at least 2 and no 
more than 10 linear saturated aliphatic carbon atoms between ether linkages. More 

10 preferably the ether segments have 4-6 carbons between ether linkages, and most 

preferably they are poIy(tetramethylene ether) segments. Examples of other polyetliers 
which may be employed in place of the preferred tetramethylene ether segments include 
polyethylene glycol, polypropylene glycol, poly(pentamcthylcne ether) and 
poly(hexamethylene ether). The hydrocarbon portions of the polyether may be optionally 

15 branched. An example is the polyether of 2-ethylhexanediol. Generally such branches 
will contain no more than two carbon atoms. The molecular weight of the polyether 
segments is suitably between about 400 and 2,500, preferably between 650 and 1000. 

The weight ratio of polyamide to polyether in the polyamide/polyether 
polyesters used in the invention desirably should be in the range of 50/50 to 98/2, 

20 preferably between 60/30 and 92/08, more preferably, between 70/30 and 90/10. 

Polyamide/polyether polyesters are sold commercially under the Pebax® 
trademark by Atochem North America, Inc., Philadelphia PA. Examples of suitable 
commercially available polymers are tlie Pebax® 33 series polymers with hardness 60 
and above. Shore D scale, especially Pebax® 7233, 7033 and 6333. These polymers are 

25 made up of nylon 12 segments and poly(tetramethylene ether) segments in different 
weight ratios and segment lengths. 

It is also possible to use other PEBA polymers with the physical 
properties specified herein and obtain similar compliance, strength and softness 
characteristics in the finished balloon. 

30 As an alternative to polyamide elastomers, it is also possible to utilize 

polyester/polyetlier segmented block copolymers and obtain similar balloon properties. 
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Such polymers are made up of at least two polyester and at least two polyether segments. 

The polyether segments are the same as previously described for the polyamide/polyether 

block copolymers useful in the invention. The polyester segments are polyesters of an 

aromatic dicarboxylic acid and a two to four carbon dioL 
5 Suitable dicarboxylic acids used to prepare the polyester segments of the 

polyester/polyether block copolymers are ortho-, meta- or para- phthallc acid, 

napthalenedicarboxylic acid or meta-terphenyl-4,4 -dicarboxylic acids. 

Preferred polyester/polyether block copolymers are poIy(butylene 

terephthalate)-6/ocA:-poly(tetramethylene oxide) polymers such as Amitel EM 740, sold 
10 by DSM Engineering Plastics. Hytrel polymers, sold by DuPont which meet the physical 

and chemical specifications set out herein can also be used. 

It is preferred that the block copolymers have a hardness. Shore D scale, 

of at least 60 and a flexural modulus of no more than about 150,000, in order to obtain 

optimal strength, compliance and softness characteristics. Preferably the Shore D 
15 hardness is in the range of 65-75 and the flexural modulus is in the range of 50,000- 

120,000. The preferred polymers useful in the invention are also characterized by a high 

ultimate elongation of about 300% or higher and an ultimate tensile strength of at least 

6,000 psi. 

Other thermoplastic polymer materials which may be used to prepare 
20 balloons in accordance with the invention include blends of rigid and flexible polymers; 

polyurethanes which have flexible portions, typically derived from polyester or polyether 
polyols and rigid portions, typically derived from diisocyanates; random copolymers of 
rigid and flexible monomers; aliphatic polyketones; polysulfides such as PPS 
(polyphenylenesulfide); polyamides, for instance or higher polyamides which are 
25 saturated with water, Cj j or higher poly amide homopolymers regardless of water content, 
and polyamide copolymers of linear and branched monomer units; and other polymers or 
polymer blends which are known in the art as themioplastic elastomers. Specific 
additional thermoplastic polymer products which are considered suitable include 
polyurethane/polycarbonate blend or block copolymers sold under the trademarks, 
30 TEXIN TPU by Bayer Corp and TECOTHANE by Thermedics Inc. and polyurethanes 
sold under the trademark PELLETHANE by Dow Chemical Co. As previously 
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mentioned, multilayer balloon structures formed by concentric coextrusion of different 
thermoplastic polymers, or by sequential concentric blowing of separate tubing parisons 
of different materials, may also be employed. 

Manufacture of balloons of the invention is started with an extruded 
5 tubing of the thermoplastic polymer material. 

The balloon, prior to its being shrunk, may be manufactured in accordance 
with known techniques such as described in copending application 08/392,837, filed 2 
March 1995, entitled Block Copolymer Elastomer Catheter Balloons, incorporated herein 
by reference, which corresponds to WO 95/23619, and Serial No. 08/555,219, filed 8 

10 Nov. 1995, entitled Metliod of Balloon Formation by Cold Drawing/Necking, 

incorporated herein by reference. Multi-staged blowing techniques as described in 
copending application 08/197,639, filed 17 Feb. 1994, also incorporated herein by 
reference, may also be employed. 

The balloon shrinking process is similar to that described in US 5,348,538 

1 5 for balloons of non-compliant niaterial such as PET. However, the balloons of the 

invention are desirably constructed by blowing the balloon firom a block copolymer or 
other polymer material as described above and then slirinking the balloon to a greater 
extent than was done in the specific illustrative examples of US 5,348,538. The amount 
of shrinkage is controlled by the pressure maintained in the balloon during annealing and 

20 the temperature and time of the annealing. For a balloon made from Pebax® 7233, the 
blowing pressure is suitably in the range 200-400 psi, and temperature is suitably in the 
range of 90-100'*C, and the annealing pressure is in the range of 0-50, preferably 1-30 psi 
at 70-100*'C for 3-30 seconds. 

By shrinking imtil the balloon, at 3 atm pressure, provides a diameter of 

25 about 90% or less, preferably 85% or less, and more preferably about 65%-75% of the 
diameter of a correspondingly prepared balloon, at 3 atm pressure, which does not 
undergo shrinking, a very steep compliance curve is obtained which is more generally 
linear, the greater the slirinkage. Burst strength is not substantially affected by the 
shrinking step. However the shrinking step causes the compliance curve to start from a 

30 lower point so that overall the balloon is much more compliant. In tliis manner the 
comparatively high strength of the block copolymer material is made accessible to 
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medical device applications where high compliance is also desirable. 

To improve balloon-to-balloon reproducibility of the process, the balloon 
may be shmnk at a very low inflation pressure (typically 0-30 psi) to a nominal diameter 
below that desired in the final balloon, and then pressurized at a pressure between the 
5 shrink pressure and 50 psi, at a temperature within the same range within a mold or 

cylinder which is sized to provide the desired nominal diameter, still below the diameter 
at which the balloon was initially blown, and suitably 90% or less of the initial blow 
diameter. Example 10 is illustrative of this technique. 

The invention is illustrated by the following non-limiting examples. 

10 

Example 1 (Comparative Example) 
Pebax® 7233 tubes with dimensions of 0.105 inch ID (inner diameter) x 
0.140 OD (outer diameter) are cold-drawn at a very low temperature, approximately in 
the range of -100°C to -20** C as follows. A screw driven stretching machine with a pair 
15 of pneumatic grippers is used to stretch the tubing. The center portion of the tube is 

cooled by directly spraying liquid N2 on the center portion. Five 50 mm length balloons 
are blown at 95 °C in a 16 mm diameter mold using a blowing pressure of 260 psi and a 
tension of 160 grams. The average double wall thickness of the balloons was 0.00282 
inch. The burst pressure was 9.2 atm. The compliance from 3 atm to 5 atm was 4.2% 
20 and from 3 atm to burst pressure was 1 1 .7%. 

Example 2 

Five balloons were prepared as in Example 1 . The balloons, while 
inflated at about 5 psi pressure, were shrunk by dipping in a 80 ®C water bath for 5 
minutes. The average double wall thickness after shrinking was 0.00429 inch. The 
25 average burst pressure of the balloons was 9.4 atm. The compliance from 3 atm to 5 atm 
was 15% and from 3 atm to burst pressure was 39%. 

Example 3 (Comparative Example) 
Pebax® 7233 tubes with dimensions of 0.0264 inch ID x 0.0464 OD 
(outer diameter) are cold-drawn as in Example 1 . A 4 mm balloon is blown at 95 ^^C in a 
30 mold using a blowing pressure of 450 psi and a tension of 300 grams- The burst pressure 
was 22 atm. 
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Example 4 

The process of Example 2 is repeated except that the shrinking step is 
performed by annealing the balloons while inflated to 2 atm pressure in water baths 
under different conditions, namely: 75°C for 10 seconds; 75°C for 30 seconds; 75°C 
5 for 60 seconds; and 95**C for 10 seconds. Compliance curves for the balloons of 
Examples 3 and 4 are plotted in Figure 3. 

Example 5 

Balloons were prepared as in Examples 1 and 2 using Pebax 7033 
polymer and the conditions specified in Table 1. The compliance results are summarized 
10 in Table 1 and are plotted in Figure 4. 

Example 6 

Balloons were made from Amitel EM 740 polymer tubing by stretching 
tubing as specified in Table 2 at room temperature at a stretch ratio of 4.2 and then 
blowing the balloon from the stretched tubing imder the conditions specified in Table 2. 
1 5 The compliance results are sununarized in Table 2 and are plotted in Figure 5. 
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As can be seen from Figs 3-5, the balloons prepared utilizing the 
shrinking step have very high compliance profiles, in addition to high wall strengtli. The 
shrinking step causes the compliance curve to start from a lov/er point so that overall the 
balloon is much more compliant. In this manner the comparatively high strength of the 
block copolymer material is made accessible to medical device applications where high 
compliance is also desirable. 

Example 9 (Comparative Example) 
Extruded Pebax 7233 tubes with dimensions of 0.0509 inch ID x 0.0729 
inch OD were prepared. Five 55 mm length balloons were blown at a temperature of 
95**C in an 8 mm diameter mold using a blowing pressure of 450 psi and a tension of 150 
grams. The average double wall thickness of the balloons was 0.00174 inch. The 
average burst pressure was 13.6 atm. The compliance from 3 atm to 10 atm was 9.0%, 
and from 3 atm to burst pressure was 15%. 

Example 10 

Five balloons were prepared as in Example 9, The balloons while at a 
tension and inflated at atmospheric pressure were shrunk by dipping in an 85 ''C water 
bath for 2 minutes. The balloons were then each inserted into a 5.6 mm ID glass tube, 
replaced in the 85° bath and pressurized at 30 psi for 2 minutes. Tlie resulting balloons 
had an average double wall thickness of 0.00233 inch, an average burst pressure of 12.6 
mm, a compliance from 3 atm to 10 atm of 36% and a compliance from 3 atm to burst of 
44%. 

The above disclosure is intended to be illustrative and not exhaustive. 
These examples and description will suggest many variations and alternatives to one of 
ordinary skill in this art. All these alternatives and variations are intended to be included 
within the scope of the attached claims. Those familiar with the art may recognize other 
equivalents to the specific embodiments described herein which equivalents are also 
* intended to be encompassed by the claims attached hereto. 
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Claims 

1 . A method of forming a balloon for a medical device, wherein a tubing of a 
thermoplastic polymer material is radially expanded under a first elevated pressure at an 

5 elevated temperature to form the balloon at a first diameter, the tliermoplastic polymer 
material being a block copolymer material and the method including the further step of 
annealing the balloon at a second elevated temperature and a second pressure less than 
the first elevated pressure for a time sufficient to shrink the formed balloon to a second 
diameter less tlian the first diameter, 

10 

2. A method as in claim 1 wherein the temperature, time and pressure of the 
annealing step are selected so that the diameter at of the balloon at 3 atm pressure is 
about 90% or less of the 3 atm diameter of a correspondingly prepared balloon prepared 
without said shrinking step. 

15 

3. The method as in claim 1, wherein the second elevated temperature is less 
than the first elevated temperature. 

4. The method as in claim 1, wherein the block copolymer is made up of soft 
20 segments of a polyether and hard segments of a polyester or a polyamide. 

5. The method as in claim 4, wherein the second pressure is no more than 20 
psi- 

25 6, The method as in claim 5, wherein the first elevated temperature is within 

the range of 90-100°C and the second elevated temperature is within the range of 70- 
100°C and is less than the first elevated temperature. 

7. The method as in claim 4, wherein the polyether soft segments are 

30 polyethers of C2-C10 diols. 
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8- The method as in claim 4, wherein the hard segments are polyesters of an 
aromatic dicarboxylic acid and a C2-C4 dioL 

9- The method as in claim 4, wherein the hard segments are polyamides 

5 chosen from the group consisting of the combination of or higher carboxylic acids and 
or higher organic diamines and or higher, aliphatic co-amino-a-acids. 

1 0- The method as in claim 1 , wherein the second pressure is within the range 
of 1-lOpsL 



10 



11- A balloon for a medical device made by the method as in claim 1 . 



12. A balloon as in claim 1 1 having an operating pressure to which the 

balloon may be safely inflated without bursting of at least 12 atmospheres, a diameter at 
15 3 atmospheres of from about 1 .5 to about 3.0 mm, a generally linear diameter growth rate 
over the range of 3-12 atmospheres, and a diameter grovrth of at least 0.25 mm over the 
range of 3-12 atm. 

13- A balloon as in claim 12 wherein said diameter growth is at least 0.5 mm. 

20 

14. A balloon as in claim 1 1 having an operating pressure to which the 

balloon may be safely inflated without bursting of at least 12 atmospheres, a diameter at 
3 atmospheres of from about 3.25 to about 6.0 mm, a generally linear diameter growth 
rate over the range of 3-12 atmospheres, and a diameter growth of at least 1.0 mm over 
25 the range of 3-12 atm. 



15. A balloon as in claim 1 1 having an operating pressure to which the 

balloon may be safely inflated without bursting of at least 10 atmospheres, a diameter at 
3 atmospheres of from about 6 to about 12 mm, a generally linear diameter growth rate 
30 over the range of 3-10 atmospheres, and a diameter growth of at least 2 mm over the 
range of 3-10 atm. 
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16. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated witliout bursting of at least 9 atmospheres, a diameter at 3 
atmospheres of from about 12 to about 30 mm, a generally linear diameter growth rate 
over the range of 3-9 atmospheres, and a diameter growth of at least 3 mm over the range 

5 of 3-9 atm. 

17. A balloon as in claim 16 wherein said diameter growth is at least 4 mm. 



18. A balloon for a medical device characterized by an operating pressure to 

10 which the balloon may be safely inflated without bursting of at least 12 atmospheres, a 
diameter at 3 atmospheres of from about 1 .5 to about 3.0 mm, a generally linear diameter 
growtli rate over the range of 3-12 atmospheres, and a diameter growrth of at least 0.5 mm 
over tlie range of 3-12 atm. 

15 19. A balloon for a medical device characterized by an operating pressure to 

which the balloon may be safely inflated without bursting of at least 12 atmospheres, a 
diameter at 3 atmospheres of from about 3.0 to about 6.0 mm, a generally linear diameter 
growth rate over the range of 3-12 atmospheres, and a diameter growth of at least 1.0 mm 
over the range of 3-12 atm. 

20 

20. A balloon for a medical device characterized by an operating pressure to 
which the balloon may be safely inflated without bursting of at least 10 atmospheres, a 
diameter at 3 atmospheres of from about 6 to about 12 mm, a generally linear diameter 
growth rate over the range of 3-1 0 atmospheres, and a diameter growth of at least 2 mm 

25 over the range of 3-1 0 atm. 

21. A balloon for a medical device characterized by an operating pressure to 
which the balloon may be safely inflated without bursting of at least 9 atmospheres, a 
diameter at 3 atmospheres of from about 12 to about 30 mm, a generally linear diameter 

30 growth rate over the range of 3-9 atmospheres, and a diameter growth of at least 3 nmi 
over the range of 3-9 atm. 
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A balloon as in claim 21 wherein said diameter growth is at least 4 mm. 



23. A balloon for a medical device characterized by a burst pressure of at least 
9 atmospheres, a diameter at 3 atmospheres of about 2 mm or more, and an average 

5 compliance over the range of from 3 atmospheres to burst of at least 3% per atmosphere. 

24. A balloon as in claim 23 wherein said average compliance over the range 
of from 3 atmospheres to burst is at least 4% per atmosphere. 

10 25. A balloon as in claim 23 made from thermoplastic polymer material 

which is a block copolymer, a thermoplastic elastomer, a polymer blend, a random 
copolymer of rigid and flexible monomers, polyurethanes which have rigid and flexible 
portions, polyketones, polysulfides or a polyamide homopolymer or copolymer. 

15 26. A balloon as in claim 23 formed from at least two concentric layers of 

different thermoplastic polymers. 

27. A balloon as in claim 23 wherein said diameter at 3 atmospheres is about 

5 mm or more. 



20 



28 A balloon as in claim 23 wherein said diameter at 3 atmospheres is about 

12 mm or more. 



29. A method of forming a balloon for a medical device comprising: 

25 radially expanding tubing of thermoplastic polymer material under 

elevated blowing pressure greater than 50 psi at an elevated blowing temperature 
to form the balloon to have a first diameter at 3 atm inflation pressure, 

annealing the formed balloon at an elevated annealing temperature less 
than or equal to the blowing temperature, and at an annealing pressure which in 
30 the range of 0-20 psi, for a time sufficient to shrink the formed balloon to have a 

second diameter at 3 atm inflation pressure which is less than 90% of the first 
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diameter, and then 

pressurizing the balloon in a fixed diameter form, said fixed diameter 
being greater than said second diameter but no more than 90% of said first 
diameter, at a pressure above the annealing pressure but no more than 50 psi and 
5 a temperature not less than said annealing temperature and not greater tlian said 

blowing temperature for a time to provide the balloon with a final diameter at 3 
atm inflation pressure which is greater than said second diameter but not more 
than 90% of said first diameter. 

10 30. A method as in claim 29 wherein said final diameter is 85% or less of said 

first diameter. 

31. A method as in claim 29 wherein said final diameter is 65-75% of said 
first diameter. 

15 

32. A method as in claim 29 wherein the themioplastic polymer material is a 
block copolymer, a thermoplastic elastomer, a polymer blend, a random copolymer of 
rigid and flexible monomers, polyurethanes which have rigid and flexible portions, 
polyketones, polysulfides or a polyamide homopolymer or copolymer. 

20 

33. In a method of treating a gastrointestinal lesion by inserting a catheter 
having a balloon thereon into the gastrointestinal tract, positioning the balloon at the 
lesion, inflating the balloon to accomplish treatment of the lesion, deflating the balloon 
and then withdrawing the catheter, the improvement wherein the balloon is a balloon as 

25 in claim 23. 

34. A method as in claim 32 wherein tlie catheter is inserted into the 
gastrointestinal tract, and withdrawn therefirom, through an endoscope. 
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[received by the International Bureau on 28 January 1998 (28.01,98); 
original 12, 34 amended; new claims 35 and 36 added; 
remaining claims unchanged (2 pages)] 

8. The method as in claim 4, wherein the hard segments are polyesters of an 
aromatic dicarboxylic acid and a C2-C4 diol. 

9. The method as in claim 4, wherein the hard segments are polyamides 

5 chosen from the group consisting of the combination of or higher carboxylic acids and 
Cfi or higher organic diamines and or higher, aliphatic co-amino-a-acids. 

1 0. The method as in claim 1 , wherein the second pressure is within the range 
of 1-lOpsi. 

10 

11. A balloon for a medical device made by the method as in claim 1 . 

12. A balloon for a medical device, comprising a thermoplastic block 
copolymer material and having an operating pressure to which the balloon may be safeh 

15 inflated without bursting of at least 12 atmospheres, a diameter at 3 atmospheres of from 
about 1.5 to about 3.0 mm, a generally linear diameter growth rate over the range of 3-12 
atmospheres, and a diameter growth of at least 0.25 mm over the range of 3-12 atm. 

13. A balloon as in claim 1 2 wherein said diameter growth is at least 0.5 mm. 

20 

14. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 12 atmospheres, a diameter at 
3 atmospheres of from about 3.25 to about 6.0 mm, a generally linear diameter growth 
rate over the range of 3-12 atmospheres, and a diameter growth of at least 1 .0 mm over 

25 the range of 3-12 atm. 

15. A balloon as in claim 1 1 having an operating pressure to which the 
balloon may be safely inflated without bursting of at least 1 0 atmospheres, a diameter at 
3 atmospheres of from about 6 to about 12 nun, a generally linear diameter growth rate 

30 over the range of 3-1 0 atmospheres, and a diameter growth of at least 2 mm over the 
range of 3-10 atm. 
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diameter, and then 

pressurizing the balloon in a fixed diameter form, said fixed diameter 
being greater than said second diameter but no more than 90% of said first 
diameter, at a pressure above the annealing pressure but no more than 50 psi and 
a temperature not less than said annealing temperature and not greater than said 
blowing temperature for a time to provide the balloon with a final diameter at 3 
atm inflation pressure which is greater than said second diameter but not more 
than 90% of said first diameter. 

30. A method as in claim 29 wherein said final diameter is 85% or less of said 
first diameter. 

31. A method as in claim 29 wherein said final diameter is 65-75% of said 
first diameter. 

32. A method as in claim 29 wherein the thermoplastic polymer material is a 
block copolymer, a thermoplastic elastomer, a polymer blend, a random copolymer of 
rigid and flexible monomers, polyurethanes which have rigid and flexible portions, 
polyketones, polysulfides or a polyamide homopolymer or copolymer. 



20 



33. In a method of treating a gastrointestinal lesion by inserting a catheter 
having a balloon thereon into the gastrointestinal tract, positioning the balloon at the 
lesion, inflating the balloon to accomplish treatment of the lesion, deflating the balloon 
and then withdrawing the catheter, the improvement wherein the balloon is a balloon as 

25 in claim 23. 

34. A method as in claim 33 wherein the catheter is inserted into the 
gastrointestinal tract, and withdrawn therefrom, through an endoscope. 

35. A balloon for a medical device characterized by an overall compliance 
30 fix>m 3 atmospheres to burst pressure of at least about 27%. 

36. A balloon as in claim 35, having a burst pressure of at least 9 atmospheres . 
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